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AMENDMENTS TO THE CLAIMS 
Claims 1-4 (canceled) . 

Claim 5 (original) : A method of etching aluminum and/or an 
aluminum alloy comprising: 

immersing the aluminum and/or aluminum alloy in a bath 

comprising distilled and/or deionized water, sulfuric 
acid, and sodium metatitnate or potassium titanate. 

Claim 6 (original) , A method in accordance with claim 5 wherein 
the bath comprises distilled and/or deionized water in an amount 
ranging from about 0.5 L to about 1.5 L, sulfuric acid in an 
amount ranging from about 150 grams to about 450 grams and sodium 
metatitante or potassium titanate in an amount ranging from about 
10 grams to about 15 grams. 

Claim 7 (original) : A method in accordance with claim 6 wherein 
the bath further comprises a seed metal . 

Claim 8 (original) = A method in accordance with claim 6 wherein 
the bath is maintained at a temperature ranging from about 12C F 
to about 180° F. 
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Claim 9 (original) : A method in accordance with claim 6 further 
comprising rinsing the aluminum and/or aluminum alloy with water 
after immersing the aluminum and/or aluminum alloy in the bath.. 
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